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IN THE CT AIMS 

Claims 1-20 cancelled. 

2 1 . (Currently amended) An ethylene homopolymor or copolymer having: 

a) a MIR of from 15 to 35; 

b) a MWD of from 2 to 15; 

c) aCDBIof>60; 

d) a melt strength > 25.5 cN; oad 

e) a melt index of from 0.2 to 10 dg/tnin r; and 

f) one or more C^ to Cg alpha, olefin co monomers present at from 0.89 to 

1.97mol%. 

22. (cancelled) 

23. (Currently amended) The p e ty mcf copolymer of claim 21 wherein the 
comonomer comprises butene. polymor ia a copolymer compri s ing e thyl e n e 
and one or mor e C» to C& alpha ol e fin s. 

24. (Currently amended) The po l ymer copolymer of claim 21 wherein the 
polym e r is a copolymer of - <sthylcnc - and butene or comonomer comprises 
hexene. 

25. (Currently amended) The polym e r copolymer of claim 21 having a density of 
from 0.902 to 0,9234 g/cm 3 . 

26. (Currently amended) The polym e r copolymer of claim 21 having a CDBI of 
67 or more. 

27. (cancelled) 
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28. (Currently amended) The petyme* copolymer of claim 21 having an APS of 
from 579 to 910 jjim. 

29. (Currently amended) The polymer copolymer of claim 3S 24_wherein the 
polymer has 

a density of from 0.902 to 0.9234g/cm 3 > and 
a CDB1 of 67 or more. 

30. (Currently amended) The polym e r copolymer of claim 23 wherein the 
copolymer has 

a density of from 0.902 to 0.9234 g/cm\ and 

a CDB1 of 67 or moreraad 

a oomonomcr cont e nt of from 0. 8 9 to 1.97 mol% . 

31. to 38. (Cancelled) 
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